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CATALYST COMPOSITION AND PROCESS 
5 FOR THE POLYMERIZATION OF AN OLEFIN 

The invention relates to a catalyst 
composition which is suitable for the polymerization of 

10 an olefin and comprises a reduced transition metal 

complex and a co-catalyst. The invention also relates 
to a process for the polymerization of an olefin with 
such a catalyst composition. 

Catalyst compositions comprising a reduced 

15 transition metal complex and a co-catalyst are known 
from WO-A-93/19104 , which describes complexes of a 
reduced transition metal of group 4 of the Periodic 
Table of the Elements, with a bidentate dianionic 
ligand bonded to it. 

20 The catalyst composition of the present 

invention is distinguished from that in that the 
transition metal complex consists of a reduced 
transition metal chosen from groups 4-6 of the Periodic 
Table of the Elements combined with a multidentate 

25 monoanionic ligand (X) and two monoanionic ligands (L) 
as well as, optionally, extra ligands (K). 

Such a catalyst composition has not been 
described before, nor applied in a polymerization of an 
olefin. 

30 The catalyst composition of the invention is 

characterized in that the transition metal complex has 
the following structure: 

X (I) 
35 I 

M - L 2 

I 

40 

where X is (Ar-R-).Y(-R-DR ' a ) q 
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and the symbols have the following meanings: 

M a reduced transition metal from group 4 , 5 or 6 of 

the Periodic Table of the Elements, 
X a multidentate monoanionic ligand, 
5 Y a cyclopentadienyl group, an amidino or 

phosphidino group, bonded to M, 
R a connecting group between the Y group and the 

DR' n or Ar group, 
D an electron-donating hetero atom chosen from group 
10 15 or 16 of the Periodic Table of the Elements, 

R' a substituentr 

Ar an electron-donating aryl group, 

L monoanionic ligand bonded to M, to the exclusion 
of a cyclopentadienyl group, an amidino or 
15 phosphidino group, 

K a neutral or anionic ligand bonded to W, 
m the number of K groups, 
n the number of R ' groups bonded to D, 
q and s ' q + s 2 1. 

20 

A few examples of transition metal complexes according 
to the invention are presented in Table 5. 

In the following the various components 
(groups) of the transition metal complex will be 
25 discussed in more detail. 

a) The transi tion metal (the M group) 

The transition metal in the complex has been 
chosen from groups 4-6 of the Periodic Table of the 

30 Elements (see the new IUPAC notation to be found on the 
inside of the cover of the Handbook of Chemistry and 
Physics, 70th edition, 1989/1990). More preferably, the 
transition metal has been chosen from group 4; the 
highest preference is given to titanium (Ti) as 

35 transition metal. 
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The transition metal is present in reduced 
form in the complex, which means that the transition 
metal is in a reduced oxidation state. By 'reduced 
oxidation state' is meant an oxidation state which is 
5 lower than the highest possible oxidation state (at 

most W 3 * for a transition metal of group 4, at most M 4> 
for a transition metal of group 5 and at most M s * for a 
transition metal of group 6). 

10 b) The X group 

The X group is a multidentate monoanionic 
ligand consisting of three components: the Y group (a 
cyclopentadienyl group, an amidino or phosphidino 
group), the connecting group (bridge) R and the DR' n or 

15 Ar group (the donor). A multidentate monoanionic ligand 
is a ligand which is bonded covalently to the 
transition metal at one site (the anionic site, Y) and 
may be bonded coor dinat ively to the transition metal at 
one (bidentate) other site or at several (tridentate, 

20 tetradentate, etc.) sites (via the D or Ar group(s)). 
Examples of tridentate monoanionic ligands are 
Y— R— DR ' n-1 — R— DR '„ and Y ( -R-DR '„ ) a 

c ) The Y group 

25 The Y group may be a substituted 

cyclopentadienyl group (Cp group), with the possibility 
of a substitution in the Y group being present in 
addition to the substitution at the Y group. One or 
several of the substituents at the ring is the R— DR 1 n 

3 0 group or the R— Ar group. Examples of an X group with 

such a Y group (or ligand) have the following structure 
(with substituents at the ring): 



f it * t 
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10 



15 



20 



25 




Of 



R-DR 




(ID 



R-Ar 



The Cp group may also be a hetero 
cyclopentadienyl group. Here and in the following a 
hetero cyclopentadienyl group (in the following also 
referred to as 'hetero ligand') is understood to be a 
group that has been derived from a cyclopentadienyl 
group , but in which at least one of the C atoms in the 
5-ring of the cyclopentadienyl has been replaced by a 
hetero atom, which hetero atom may be chosen from group 
14, 15 or 16 of the Periodic Table of the Elements. If 
there is more than one hetero atom present in the 5- 
ring of the hetero ligand, these hetero atoms may be 
either the same or different. More preferably, the 
hetero atom has been chosen from group 15, while yet 
more preferably the hetero atom is phosphorus. 

By way of illustration of an X group with 
such a hetero ligand as Cp group, below the structures 
are represented of two X groups with hetero ligands 
containing one phosphorus atom as hetero atom 
(substitution at and in the Y group): 



30 



35 




R ' 



R-DR' n 



or 




R-DR 



(III) 
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For clarity's sake it should be pointed out 
that the M group as a rule is bonded to the Cp group 
via an h 5 bond. The other R' substituents at the ring 
of the hetero ligand may be of the same type as those 
5 which may be present at the Cp group, as represented in 
formula (II); the hetero ligand may also be a hetero 
indenyl, hetero fluorenyl or hetero benzoindenyl group. 
Preferably, the Cp group according to formula (II) is 
substituted with four alkyl groups (the Y group is then 

10 called a tet r aalkyl-cyclopentadienyl group); more 

preferably, these four alkyl groups are methyl groups. 

The numeration of the substitution sites of 
the indenyl group is in general and in the present 
description as well based, on the IUPAC Nomenclature of 

15 Organic Chemistry 1979, rule A 21.1. The numeration of 
the substituent sites for indene is shown below. This 
numeration is analogous for an indenyl group: 




(IV) 



25 The Y group may also be an amidino (-NR '-) . or 

a phosphidino (-PR'-) group; in other words, the Y 
group may also be a group which contains nitrogen (N) 
or phosphorus (P) and is bonded covalently to the M 
group as well as to the R group. 

30 

d^ The R aroub 

The R group, which may also be absent (so 
that the DR' n or Ar group is bonded directly to the Y 
group (the Cp, amidino or phosphidino group)), 
35 constitutes the bond between the Y group and the DR' n 

or Ar group. The size of the R group is critical to the 
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extent that it determines the accessibility of the M 
group relative to the DR' n or Ar group, which gives the 
desired intramolecular coordination. If the R group (or 
bridge) is too short, the donor may not coordinate well 
5 due to ring tension. The R groups may each separately 
be a hydrocarbon group with 1-20 carbon atoms (e.g. 
alkylidene, arylidene, aryl alkylidene, etc •). Examples 
of such groups are methylene, ethylene, propylene, 
butylene, phenylene, whether or not with a substituted 
10 side chain. Preferably, the R group has the following 
structure: 

(-CR' 2 -) P (V) 

15 where p = 1-4. The R' groups may each separately be as 
defined hereafter. 

Besides carbon, the main chain of the R group 
may also contain silicon or germanium. Examples of such 
R groups are: dialkyl silylene, dialkyl germylene, 

20 tetra-alkyl disilylene or tetraalkyl silaethylene (- 

SiR' 2 CR' 2 -). The alkyl groups in such a group preferably 
have 1-4 carbon atoms and more preferably are a methyl 
or ethyl group. 

2 5 e) The DR' n group 

This donor group consists of an electron- 
donating hetero atom D, chosen from group 15 or 16 of 
the Periodic Table of the Elements, and one or more 
substituents R' bonded to D. The number of R' groups is 

30 linked up with the nature of the hetero atom D, in the 
sense that n = 2 if D is from group 15 and n = 1 if D 
is from group 16. The R ' substituent bonded to D is as 
defined hereafter with the exception that it cannot be 
H. 

35 The hetero atom D has preferably been chosen 

from the group comprising nitrogen (N) , oxygen (O) , 
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phosphorus (P) and sulphur (S)? more preferably, the 
hetero atom is nitrogen (N) or phosphorus (P). It is 
further possible for two R ' groups in the DR' n group to 
be connected with each other to form a ring-shaped 
5 structure (so that the DR ' n group can be a pyrrolidinyl 
group). The DR' n group can form coordinative bonds with 
M. 

f) The Ar group 

10 The electron-donating group (or donor) used 

may also be a substituted or non-substituted aryl group 
(C 6 R' 5 ), such as phenyl, tolyl, xylyl, mesitylyl, cumyl , 
tetramethyl phenyl, pentamethyl phenyl, etc. The 
coordination of this Ar group in relation to M may vary 

15 from to f] 6 . 

a) The R ' group 

The R ' groups may each separately be hydrogen 
or a hydrocarbon radical with 1-20 carbon atoms (e.g. 

20 alkyl, aryl, aryl alkyl and the like). Examples of such 
hydrocarbon radicals are methyl, ethyl, propyl, butyl, 
hexyl , decyl , phenyl and the like. Also, two adjacent 
hydrocarbon radicals may be connected with each other 
in a ring system; therefore the Cp group may be an 

25 indenyl, a fluorenyl or a benzoindenyl group. Such a 
group as well may contain one or more R' groups as 
substituents. R' may also be a substituent which 
instead of or in addition to carbon and/or hydrogen may 
comprise one or more hetero atoms of groups 14-16 of 

30 the Periodic Table of the Elements. Thus, a substituent 
may be a Si-containing group. 

h) the L group 

The transition metal complex contains two 
35 ligands L, of a monoanionic nature, which are bonded to 
the transition metal. Examples of such ligands, which 
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may be identical or different, are: a hydrogen atom, a 
halogen atom, an alkyl, aryl or aryl alkyl group, an 
alkoxy or aryloxy group, a group comprising a hetero 
atom chosen from group 15 or 16 of the Periodic Table 
5 of the Elements, for example: 

- a sulphur compound, such as sulphite, sulphate, 
thiol, sulphinate, thioalkyl, 

- a phosphorus compound, such as phosphite, phosphate. 
Two L groups may also be connected with each other and 

10 so form a dianionic bidentate ring system. 

These and other ligands can be tested for 
their suitability by means of simple experiments by one 
skilled in the art. 

Preferably, L is a halogenide and/or an alkyl 
15 or aryl group; more preferably, a CI group and/or a C x - 
C 4 alkyl or a benzyl group. Excluded L groups are a Cp 
group, an amidino group or a phosphidino group (so L 
cannot be a Y group). 

20 M the K oronp 

The K group is a neutral or anionic ligand 
bonded to M; it may also be absent, on the proviso that 
if K is monoanibnic, the following holds for K m : 
m = 0 for M 3 * 

25 m = 1 for M 4 * 
m = 2 for M 5 * 

The K group may be a ligand as described for 
the L group or a (substituted) Cp group (C 5 R' 5 ), an 
amido (NR' 2 ) or a phosphido group (PR' 2 ). The K group 

30 may also be a neutral ligand such as an ether, an 

amine, a phosphine, a thioether, etc. Two K groups may 
also be connected with each other by an R group and so 
form a bidentate ring system. Thus two K groups may 
also form together an X group. For each neutral K the 

3 5 value of m is higher by one than the value stated above 
for a monoanionic K group. 
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As can also be seen from formula (I) the X 
group of the transition metal consists of a Y group to 
which are linked one or more donor groups (the Ar 
groups), linked via an R group, and/or the DR ' n 
5 group(s). The number of donor groups is linked closely 
to the Y group? it is at least 1 and at most equal to 
the number of substitution sites that are present at a 
Y group. 

With reference, by way of example, to the 
10 structure according to formula (II), one (1) 

substitution site in such a Cp group has been taken 
either by an R— Ar group or by an R-DR' n group (q + s « 
1). If all R ' groups in formula (II) are an R-Ar group 
and/or an R-DR' n group, the value of (q + s) is 5. 
15 A special embodiment of the catalyst 

composition according to the invention comprises a 
transition metal complex in which a 

bidentate/monoanionic ligand is present and in which 
the reduced transition metal has been chosen from group 
20 4 of the Periodic Table of the Elements and has an 
oxidation state of 3+. 

In this case the catalyst composition 
according to the invention comprises a transition metal 
complex of the following structure: 

25 

X 
I 

M(III) - L 2 , (VI) 
I 

30 K m 

where the symbols have the same meaning as described 
above for formula (I) and where M(III) is a transition 
metal chosen from group 4 of the Periodic Table of the 
35 Elements and is in oxidation state 3+. 

Such a transition metal complex has no 
anionic K ligands (for an anionic K, m = 0 in case of 
M 3 * ) . 
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10 



It should be pointed out that in WO-A- 
93/19104 also transition metal complexes are described 
in which a group 4 transition metal in a reduced 
oxidation state (3+) is present. The complexes 
described in WO-A-93/19104 have the general formula: 

Cp.(ZY) b ML c (VII) 

The Y group in this formula (VII) is bonded covalently 
to the transition metal M (see p. 2 of WO-A-93/19104). 
This means that the Cp-Z-Y group is of a dianionic 
nature. The X group in the transition metal complex 
according to the invention is of a monoanionic nature. 
This changes the nature of the transition metal complex 
15 and consequently the nature of the catalyst that is 

active in the polymerization. Without being committed 
to it, the following theory is proposed. The transition 
metal complexes described in WO-A-93/19104 are 
ionogenic after interaction with the co-catalyst. 
20 However, the transition metal complex according to WO- 
A-93/19104 that is active in the polymerization is of a 
neutral nature (on the basis of the assumption that the 
polymerizing transition metal complex comprises, 
besides M(III), one dianionic ligand and one growing 
25 monoanionic polymer chain). By contrast, the 

polymerization active transition metal complex of the 
catalyst composition according to the invention is of a 
cat ionic nature (on the basis of the assumption that 
the polymerizing transition metal complex - based on 
30 the formula (VI) structure - comprises, besides M(III), 
only one monoanionic bidentate ligand and one growing 
monoanionic polymer chain). 

Transition metal complexes in which the 
transition metal is in a reduced oxidation state, but 
35 have the following structure: 
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Cp - M(III) - L 2 (VIII) 

5 as a rule are not active in olefin polymerizations. It 
is precisely the presence, in the transition metal 
complex, of the DR' n or Ar group (the donor), bonded to 
the Y group by means of the R group, that gives a 
stable transition metal complex suitable for 

10 polymer izat ion. 

Such an intramolecular donor has been found 
to form a stable transition metal complex which shows a 
high catalytic activity. This is surprising since a 
transmission metal complex with an external donor, 

15 although being stable, does not show catalytic 
activity. 

The catalyst composition also contains a co- 
catalyst. That may be a catalyst on the basis of an 
or ganometall ic compound. The metal in such a compound 

20 has been "chosen from group 1, 2, 12 or 13 of the 
Periodic Table of the Elements. At least one 
hydrocarbon radical is bonded directly to the metal via 
a carbon atom. Suitable or ganometall ic compounds are 
for instance compounds of sodium, lithium, zinc. 

25 magnesium and, preferably, aluminium. The hydrocarbon 
group used in such compounds preferably contains 1-30, 
more preferably 1-10 carbon atoms. Examples of suitable 
compounds are amyl sodium, butyl lithium, diethyl zinc, 
butyl magnesium chloride and dibutyl magnesium. 

3 0 Preference is given to or ganoaluminium compounds. To be 
mentioned are the trialkyl aluminium compounds (such as 
triethyl aluminium, tri-isobutyl aluminium), the alkyl 
aluminium hydrides (such as di-isobutyl aluminium 
hydride), alkylalkoxy or ganoaluminium compound and 

35 halogen-containing organoaluminium compounds (such as 
diethyl aluminium chloride, diisobutyl aluminium 
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chloride, ethyl aluminium sesquichlor ide ) . Preferably, 
linear or cyclic aluminoxanes are used as 
or ganoaluminium compound . 

As co-catalyst may also be used, besides or 
5 in addition to the organometallic compound, a compound 
which contains or yields in a reaction with the 
transition metal complex a non-coordinating or poorly 
coordinating anion* Such compounds have been described 
for instance in EP-A-426 , 637 . Such an anion is bonded 

10 sufficiently labily to be replaced by an unsaturated 
monomer during the olefin polymerization* Such 
compounds are also mentioned in EP-A-277,003 and EP-A- 
277,004. Such a compound preferably contains a triaryl 
borane or a tetraaryl borate or an aluminium equivalent 

15 thereof. Examples of suitable compounds are: 

- dimethyl anilinium tetrakis ( pentaf luor ophenyl ) 
borate [ C 6 H 5 N ( CH 3 ) 2 H] * [B(C 6 F S ) 4 ]- 

dimethyl anilinium bis ( 7 , 8-dicarbaundecabor ate )- 
cobaltate (III) 
20 - tr i (n-butyl )ammonium tetraphenyl borate 

t r iphenylcarbenium tetrakis ( pentaf luor ophenyl ) 
borate 

- dimethylanilinium tetraphenyl borate 
tr is (pentaf luor ophenyl ) boron. 

25 If this type of non-coordinating or poorly 

coordinating anions are used, it is preferable for the 
transition metal complex to be alkylated (that is to 
say: the L group is an alkyl group). As described for 
instance in EP-A-500 , 944 , the reaction product of a 

30 halogenated transition metal complex and an 

organometallic compound, such as for instance TEA (= 
triethyl aluminium), may also be used. 

The quantity of co-catalyst on a molar basis 
relative to the quantity of transition metal complex, 

35 in case an organometallic compound is used as co- 
catalyst, usually is 1 : 1 - 10,000 : 1, preferably 1 : 
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1 - 2,500 : 1. If a compound containing or yielding a 
non-coordinating or poorly coordinating anion is used 
as co-catalyst r the ratio usually is 1 : 100 - 1,000 : 
1, preferably 1:1- 250 : 1 an more preferably 1 : 2 
5 - 250 : 1. 

The transition metal complex as well as the 
co-catalyst may be present in the catalyst composition 
as a single component or as a mixture of several 
components. This will notably be the case in those 

10 situations where there is a need to influence the 

molecular properties, such as molecular weight and in 
particular the molecular weight distribution. 

The catalyst composition according to the 
invention can be used by a method known as such as a 

15 catalyst component for the polymer izat ion of an olefin. 
The olefin envisaged in particular is an olefin chosen 
from the group comprising a-olef in, internal olefin, 
cyclic olefin and di-olefin. Mixtures of these can also 
be used. 

20 The invention relates in particular to a 

process for the polymerization of an a-olef in. The a- 
olefin is preferably chosen from the group comprising 
ethene, propene, butene, pentene, heptene, octene and 
styrene (substituted or non-substituted), mixtures of 

25 which may also be used. More preferably, ethene and/or 
propene is used as a-olef in. The use of such olefins 
results in the formation of ( semi ) crystalline 
polyethene homo- and copolymers, of high as well as of 
low density (HDPE , LDPE, LLDPE , etc.), and polypropene, 

30 homo- and copolymers (PP and EMPP ) . The monomers needed 
for such products and the processes to be used are 
known to the person skilled in the art. 

The process according to the invention is 
also suitable for the preparation of amorphous or 

35 rubber-like copolymers based on ethene and another a- 
olefin. Propene is preferably used as the other a- 
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olefin, so that EPM rubber is formed. It is also quite 
possible to use a diene besides ethene and the other a- 
olefin, so that a so-called EADM rubber is formed, in 
particular EPDM (ethene propene diene rubber). 
5 The catalyst composition according to the 

invention can be used supported as well as non- 
supported. The supported catalysts are used mainly in 
gas phase and slurry processes. The carrier used may be 
any carrier known as carrier material for catalysts, 

10 for instance Si0 2f A1 2 0 3 or MgCl 2 . 

Polymerization of the olefin can be effected 
in a known manner, in the gas phase as well as in a 
liquid reaction medium. In the latter case, both 
solution and suspension polymerization are suitable, 

15 while the quantity of transition metal to be used 
generally is such that its concentration in the 
dispersion agent amounts to 10~ 8 - 10" 4 mol/1, 
preferably 10~ 7 - 10" 3 mol/1. 

The process according to the invention will 

20 hereafter be elucidated with reference to a polyethene 
preparation known per se, which is representative of 
the olefin polymerizations meant here. For the 
preparation of other polymers on the basis of an olefin 
the reader is expressly referred to the multitude of 

25 publications on this subject. 

The preparation of polyethene relates to a 
process for homopolymer izat ion or copolymer izat ion of 
ethene with one or more a-olefins having 3-12 carbon 
atoms and optionally one or more non-conjugated dienes. 

30 The a-olefins that are suitable in particular are 

propene, butene, hexene and octene. Suitable dienes are 
for instance 1 , 7-octadiene and 1 , 9-decadiene. It has 
been found that the catalyst composition of the present 
invention is especially suitable for solution or 

35 suspension polymerization of ethene. 
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Any liquid that is inert relative to the 
catalyst system can be used as dispersion agent in the 
polymerization. One or more saturated, straight or 
branched aliphatic hydrocarbons, such as butanes, 
5 pentanes, hexanes, heptanes, pentamethyl heptane or 

mineral oil fractions such as light or regular petrol, 
naphtha, kerosine or gas oil are suitable for that 
purpose. Aromatic hydrocarbons, for instance benzene 
and toluene, can be used, but because of their cost as 
10 well as on account of safety considerations, it will be 
preferred not to use such solvents for production on a 
technical scale. In polymerization processes on a 
technical scale, it is preferred therefore to use as 
solvent the low-priced aliphatic hydrocarbons or 

15 mixtures thereof, as marketed by the petrochemical 
industry. If an aliphatic hydrocarbon is used as 
solvent, the solvent may yet contain minor quantities 
of aromatic hydrocarbon, for instance toluene. Thus, if 
for instance methyl aluminoxane (MAO) is used as co- 

20 catalyst, toluene can be used as solvent in order to 

supply the MAO in dissolved form to the polymerization 
reactor. Drying or purification is desirable if such 
solvents are used; this can be done without problems by 
the average person skilled in the art. 

25 Such a solution polymerization is preferably 

carried out at temperatures between 150°C and 250°C; in 
general, a suspension polymerization takes place at 
lower temperatures, preferably below 100°C. 

The polymer solution resulting from the 

30 polymerization can be worked up by a method known per 
se. In general the catalyst is de-activated at some 
point during the processing of the polymer. The de- 
activation is also effected in a manner known per se, 
e.g. by means of water or an alcohol. Removal of the 

35 catalyst residues can mostly be omitted because the 

quantity of catalyst in the polymer, in particular the 
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content of halogen and transition metal is very low now 
owing to the use of the catalyst system according to 
the invention. 

Polymerization can be effected at atmospheric 
5 pressure, but also at an elevated pressure of up to 500 
MPa, continuously or discont inuously . If the 
polymerization is carried out under pressure the yield 
of polymer can be increased additionally , resulting in 
an even lower catalyst residue content. Preferably, the 
10 polymerization is performed at pressures between 0.1 
and 25 MPa. Higher pressures, of 100 MPa and upwards, 
can be applied if the polymerization is carried out in 
so-called high-pressure reactors. In such a high- 
pressure process the catalyst according to the present 
15 invention can also be used with good results. 

The polymerization can also be performed in 
several steps, in series as well as in parallel. If 
required, the catalyst composition, temperature, 
hydrogen concentration, pressure, residence time, etc. 
20 may be varied from step to step. In this way it is also 
possible to obtain products with a wide molecular 
weight distribution. 

The invention also relates to a polyolefin 
that can be obtained by means of a polymerization 
25 process with utilization of the catalyst composition 
according to the invention. 

The invention will now be elucidated by means 
of the following non-restrictive examples. 

All tests in which organometallic compounds 
30 were involved were carried out in an inert nitrogen 

atmosphere, using standard Schlenk equipment. A method 
for synthesis of ( dimethylaminoethyl )-tetramethyl 
cyclopentadiehyl was published by P. Jutzi et al . , 
Synthesis 1993, 684. 
35 TiCl 3 , the esters used and the lithium reagents, 2- 
br omo-2-butene and 1-chlor ocyclohexene came from 
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Aldrich Chemical Company. TiCl 3 *3THF was obtained by 
heating TiCl 3 for 24 hours in THF with reflux. (THF 
stands for tet r ahydr of urane ) . In the following 'Me' 
means 'methyl', ' iPr ' means 'isopropyl, 'Bu ' means 
5 'butyl', 'iBu' means 'isobutyl', 'tertBu' means 

'tertiary butyl' 'Ind' means 'indenyl', 'Flu' means 
'fluorenyl', 'Ph' means 'phenyl'. 
Pressures mentioned are absolute pressures. 

10 Synthe sis of bidentate monocvclopentadienvl complexes 

Example I 

Synthesis of ( dimethylaminoethyl ) tetramethyl- 
cyclopentadienyl t itanium( III ) dichlor ide 
15 (C 5 Me 4 (CH 2 ) 2 NMe 2 TiCl 2 ) . 

a) Preparation of 4-hvdroxv-4- ( dimethvlamino-ethvl ) - 
3 , 5-dimethvl-2 , 5-heotadiene 

2-bromo-2-butene (108 g; 0.800 mol ) was added 
20 to 10.0 g of lithium (1.43 mol) in diethyl ether (300 
ml) in about 30 minutes with reflux. After stirring 
overnight (17 hours), ethyl— 3— ( N, N— 

dimethylamino)propionate (52.0 g; 0.359 mol) was added 
to the reaction mixture in about 15 minutes. After 

25 stirring for 30 minutes at room temperature 200 ml of 
water was added dropwise. After separation the water 
phase was extracted two. times with 50 ml of CH 2 C1 2 . The 
organic phase was reduced by evaporation and the 
residue was distilled at reduced pressure. The yield 

30 was 51.0 g (67%). 

bj Preparation of (dimethvlaminoethvl ) tetramethvl- 

cvclopentadiene 

The compound (21.1 g; 0.10 mol) prepared as 
35 described under a) was added in a single portion to p- 
toluenesulphonic acid.H 2 Q (28.5 g; 0.15 mol), dissolved 
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in 200 ml of diethyl ether. After stirring for 30 
minutes at room temperature the reaction mixture was 
poured out in a solution of 50 g of Na 2 CO 3 -10H 2 O in 250 
ml of water. After separation the water phase was 
5 extracted two times with 100 ml of diethyl ether. The 
combined ether layer was dried (Na 2 SO«), filtered and 
evaporated. Then the residue was distilled at reduced 
pressure. The yield was 11.6 g (60%). 

10 c. Preparation of ( dime t hvlaminnethvl ) tetramethyl - 
eye lopentadienvl ti tanium fill bichloride 

1.0 equivalent of n-BuLi (1.43 ml; 1.6 M) was 
added (after cooling to -60°C) to a solution of the 
C 5 Me 4 H(CH 2 ) 2 NMe 2 of b) (0.442 g; 2.29 mmol ) in THF (SO 
15 ml), after which the cooling bath was removed. After 

warming to room temperature the solution was cooled to 
-100°C and then TiCl 3 .3THF (0.85 g? 2.3 mmol) was added 
in a single portion. After stirring for 2 hours at room 
temperature the THF was removed at reduced pressure. 
After addition of special boiling point gasoline the 
complex (a green solid) was purified by repeated 
washing of the solid, followed by filtration and 
backdistillation of the solvent. It was also possible 
to obtain the pure complex through sublimation. 



20 



25 



Example TT 

Synthesis of 9- (dimethylaminoethyl )octahydro- 
fluorenyltitanium(III)dichloride (H 8 -Flu(CH 2 ) 2 NWe 2 TiCl 2 ) . 

30 a. Preparation of fdimethvlamin oethvnbisn- 
cvclohe xenvl ^-methanol 

1-chloro-l-cyclohexene (5.8 g; 0.049 mol ) was 
added to lithium (l.l g; 0.049 mol) in diethyl ether 
(50 ml) in a single portion. After stirring overnight 
35 at room temperature, stirring was continued for 7 more 
hours with reflux. After cooling, ethyl-3- (N, N- 
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dimethylamino )pr opionate (3.0 g; 0.021 mol ) was added 
and as a result of the exothermic react ion refluxing 
occurred. After cooling to room temperature and 
stirring for another 30 minutes 100 ml of water was 
5 added. The water layer was separated off and extracted 
with diethyl ether. The combined ether layer was dried 
(K 2 C0 3 ), filtered and evaporated. The yield was 4.5 g 
(83%) . 

10 b. Preparation of 9- 

(dimethyl ami noethvl ) octahvdrof luor ene 

The compound (3.95 g; 0.015 mol) prepared as 
described under a) was added to p-toluenesulphonic 
acid.H 2 0 (4.0 g; 0.021 mol) in diethyl ether (100 ml), 

15 followed by stirring for 1 hour (temperature rising to 
reflux temperature). After cooling, 25 ml of water and 
6.0 g of Na 2 CO 3 -10H 2 O (0.021 mol) were added. After 
separation the water phase was extracted two times with 
a diethyl ether /pentane mixture (1/1, v/v ) . The 

20 combined organic layers were dried with K 2 C0 3f filtered 
and reduced by evaporation. The residue was dissolved 
in diethyl ether (25 ml), after which a 25 ml n-BuLi 
solution (1.6 M in hexane; 0.040 mol) was added 
dropwise. The precipitate was filtered off, washed with 

25 diethyl ether (25 ml) and hydrolized with methanol. 

After acidifying with IN HC1 the methanolic layer was 
extracted 3 times with 25 ml of pentane. The combined 
pentane layers were washed twice with water, dried with 
K 2 C0 3 , filtered and evaporated. The yield was 1.5 g 

30 (41%) . 

c. Preparation of 9-(dimethvlaminoethvl loctahvdro- 
f luorenvlt itaniumf III Vdichlor ide 

1.0 equivalent of n-BuLi (0.97 ml; 1.6 M) was 
35 added (after cooling to -60°C) to a solution of the 
Ci3H 17 (CH 2 ) 2 NMe 2 of b) ( 0.380 g; 1.55 mmol ) in THF (50 
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ml), after which the cooling bath was removed. After 
warming to room temperature the solution was cooled to 
-100°C and then TiCl 3 .3THF (0.58 g; 1.55 mmol). was 
added in a single portion. After stirring for 2 hours 
5 at room temperature the THF was removed at sub- 
atmospheric pressure. The purification was done as in 
example I. 

Example III 

10 Synthesis of ( dibutylaminoethyl ) tet ramethyl- 

cyclopentadienylt itanium{ III ) dichlor ide 
(C 5 Me 4 (CH 2 ) 2 NBu 2 TiCl 2 ) . 

a. Preparation of ethvl 3-fN.N-di-n- 
15 butvl ami no )or opionate 

Ethyl 3-bromopropionate (18.0 g; 0.10 mol ) 
was added carefully to di-n-butylamine (25.8 g; 0.20 
mol), followed by stirring for 2 hours. Then diethyl 
ether (200 ml) and pentane (200 ml) were added. The 
20 precipitate was filtered off, the filtrate was 

evaporated and the residue was distilled at sub- 
atmospheric pressure. The yield was 7.0 g (31%). 

b. Preparation of bi s ( 2- butenvI )( di -n-but vlami noet hvl ) - 
2 5 methanol 

2-Li thium-2-butene was prepared from 2-bromo- 
2-butene (16.5 g; 0.122 mol) and lithium (2.8 g; 0.4 
mol) as in example I. To this, the ester of a) (7.0 g; 
0.031 mol) was added with reflux in approx. 5 minutes, 

30 followed by stirring for about 30 minutes. Then was 

(200 ml) was carefully added dropwise. The water layer 
was separated off and extracted twice with 50 ml of 
CH 2 C1 2 . The combined organic layer was washed once with 
50 ml of water, dried with K 2 C0 3 , filtered and 

35 evaporated. The yield was 9.0 g (100%). 
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c . Preparation of ( di-n-but vla minoethvl ) tetramethvl- 
cvclopentadiene ) 

4.5 g (0.015 mol ) of the compound of b) was 
added dropwise to 4 0 ml of concentrated sulphuric acid 
5 of 0°C, followed by stirring for another 30 minutes at 
0°C. Then the reaction mixture was poured out in a 
mixture of 400 ml of water and 200 ml of hexane. The 
mixture was made alkaline with NaOH (60 g) while being 
cooled in an ice bath. The water layer was separated 
10 off and extracted with hexane. The combined hexane 

layer was dried with K 2 C0 3 , filtered and evaporated. The 
residue was distilled at sub-atmospheric pressure. The 
yield was 2.3 g (55%). 

15 d. Preparation of ( di-n-butvlaminoethvl ) tetramethvl- 
cvclo-pentadienvl t i taniumf III ) dichlor ide 

1.0 equivalent of n-BuLi (0.75 ml; 1.6 M) was 
added (after cooling to -60°C) to a solution of the 
C s Me«H(CH 2 ) 2 NBu 2 of c) (0.332 g; 1.20 mmol ) in THF (50 

20 ml), after which the cooling bath was removed. After 

warming to room temperature the solution was cooled to 
-100°C and then TiCl 3 .3THF (0.45 g; 1.20 mmol) was 
added in a single portion. After stirring for 2 hours 
at room temperature the THF was removed at sub- 

25 atmospheric pressure. The purification was done as in 
example I. 

Example IV 

Synthesis of dimethylaminomethyl ) tetra- 
30 methyl-cyclopentadienylt itanium( III ) dichlor ide 
(C s Me 4 CH 2 NMe 2 TiCl 2 ) . 

a. Preparation of 4-hvdroxv-4- ( dimethy laminomethyl ) - 
3 . 5-dimethvl-2 , 5-heptadiene 
35 Analogously to example I, this compound was 

prepared from N,N-dimethyl glycine ethyl ester (6.6 g; 
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0.050 mol) with a yield of 7.7 g (78%). 

b. Preparation of fd imethvlaminomethvntetramethvl- 
cvclopentadiene 
5 At 0°C the compound of a) (7.7g? 0.039 mol) 

was added dropwise to concentrated sulphuric acid (30 
g), followed by stirring for 30 minutes at 0°C. The 
reaction mixture was poured out in water (400 ml) and 
made alkaline with sodium hydroxide. After extraction 

10 with CH 2 C1 2 the organic layer was evaporated and the 

residue was distilled at sub-atmospheric pressure. The 
resulting product was dissolved in a mixture of hexane 
(50 ml) and diethyl ether (10 ml), after which n-butyl 
lithium (20 ml 1.6 M in hexane; 0.032 mol) was added 

15 dropwise. The precipitate was filtered off, washed with 
hexane and hydrolyzed with water. After extraction with 
CH 2 C1 2 the organic layer was evaporated and the residue 
was distilled at sub-atmospheric pressure. The yield 
was 1.9 g (27%). 

20 

— Preparation o f ( dimethyl ami nomethvl ) tetramethvl- 
cvclo- pentadienvl t itaniumf III )dichlor ide 

1.0 equivalent of n-BuLi (2.90 ml; 1.6 M) was 
added (after cooling to -60°C) to a solution of the 

25 C 5 Me 4 HCH 2 NMe 2 of b) (0.829 g; 4.63 mmol ) in THF (50 ml), 
after which the cooling bath was removed. After warming 
to room temperature the solution was cooled to -100°C 
and then TiCl 3 .3THF (1.71 g; 4.6 mmol) was added in a 
single portion. After stirring for 2 hours at room 

3 0 temperature the THF was removed at sub-atmospheric 

pressure. The purification was done as in example I. 

Example V 

Synthesis of ( dimethylaminopr opyl ) tet ra- 
35 methyl-cyclo-pentadienylt itanium( III ) dichlor ide 
( C 5 We 4 { CH 2 ) 3 NMe 2 T i CI 2 ) 
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a. Preparation of 4-hvdr oxv-4- ( 3- br omopropvl )-3 . 5- 
dimethvl-2 , 5-heotadiene 

Analogously to example I, 2-lithium-2-butene 
was prepared from 2-br omo-2-butene (15.0 g; 0.11 mol ) 
5 and lithium (2.8 g; 0.26 mol). To the product obtained, 
ethyl 4-br omobutanoate (11.0 g; 0.056 mol) was added 
dropwise and with reflux at -40 - -20°C, followed by 
stirring for 30 minutes at -20°C. Water (200 ml) and 
subsequently pentane (100 ml) were slowly added 

10 dropwise at -20°C. After separation of the layers the 
water layer was washed two times with 100 ml of 
pentane/ether (1/1, v/v), after which the combined 
organic layers were washed with water (50 ml). The 
organic layer was dried (K 2 C0 3 ), filtered and 

15 evaporated. The yield was 14.0 g (96%). 

b. Preparation of 4-hvdroxv-4~ f 3-dimethvlaminopropvl )- 
3 , 5-dimethvl-2 , 5-heotadiene 

The compound of a) (4.5 g; 17 mmol ) was added 
20 to 30 g of 40% dimethyl amine in water (0.27 mol), 

followed by stirring overnight at room temperature and 
subsequently for 1 hour at 60°C. After addition of 
Na 2 C0 3 (5 g) the water layer was extracted with CH 2 C1 2 . 
The organic layer was evaporated and the residue was 
25 added to a mixture of pentane (100 r ml) and 1M HC1 (300 
ml). After separation the water layer was made alkaline 
with NaOH (16 g) and extracted three times with CH 2 C1 2 
(50 ml). The combined organic layers were dried with 
K 2 C0 3 , filtered and evaporated. The yield was 2.1 g 
30 (54%). 

c. Preparation of ( dimethvlaminopr opvI ) tetramethvl- 
cyclopentadiene 

The compound of b) (2.1 g; 9.3 mmol) was 
35 dissolved in diethyl ether (30 ml), after which p- 
toluene sulphonic acid.H 2 0 (3.0 g; 15.8 mmol) was 
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10 



added, followed by stirring for 1 hour at room 
temperature. Na 2 CO 3 -10H 2 O (5 g) and water (25 ml) were 
added to the reaction mixture. After separation the 
water layer was extracted twice with CH 2 C1 2 and the 
combined organic layers were evaporated. The residue 
was dissolved in hexane (50 ml)/diethyl ether (10 ml ) , 
after which n-butyl lithium (20 ml 1.6 M; 32 mmol ) was 
added dropwise. The precipitate was filtered of f r 
washed with hexane and hydrolyzed with water. After 
extraction with CH 2 C1 2 the organic layer was dried 
(K 2 C0 3 ), filtered and evaporated. The yield was 0.6 g 
(31%). 

£i — Preparation of ( dimethyl ami nopr opvl ) tetr amethvl- 

15 cvc lo- oent ad ienvl titanium ( III Idichlor ide 
(C.Me, (CH 2 ) ? NMe ? TiCl 3 l 

1.0 equivalent of n-BuLi (1.31 ml; 1.6 M) was 
added (after cooling to -60°C) to a solution of the 
C s Me 4 (CH 2 ) 3 NMe 2 of c) (0.435 g; 2.1 mmol) in THF (50 ml), 

20 after which the cooling bath was removed. After warming 
to room temperature the solution was cooled to -100°C 
and then TiCl 3 .3THF (0.78 g; 2.1 mmol) was added in a 
single portion. After stirring for 2 hours at room 
temperature the THF was removed at sub-atmospheric 

25 pressure. The purification was done as in example I. 

Example VI 

Synthesis of (N-pyr r olidinylethyl ) tetra- 
methyl-cyclopentadienylt it anium( III )di chloride 
3 0 ( C 5 We 4 ( CH 2 ) 2 NC 4 H e T iCl 2 ) 

a. Preparation of e thvl 3- f N-pvr rol idinvl Propionate 

Ethyl acrylate (110.0 g; 1.1 mol ) was 
dissolved in THF (250 ml). To this a solution of 
35 pyrrolidine (71.5 g; 1.0 mol) in THf (100 ml) was added 
dropwise in 75 minutes, after which stirring was 
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continued for 3£$ hours at room temperature. The 
reaction mixture was evaporated by means of a rotary 
evaporator. The yield was 161.8 g (94%). 

5 b. Preparation of 4-hvdroxv-4-(2-N-pyr rol idinvlethyl )- 
3 , 5-dimethvl-2 . 5-heotadiene 

Analogously to example I, 2-lithium-2-butene 
was prepared from lithium (2.7 g; 0.39 mol ) and 2- 
bromo-2-butene (21.4 g; 0.16 mol). To this a solution 

10 of the amino ester of a) (9.5 g; 0.055 mol) in diethyl 
ether (30 ml) was added dropwise in about 30 minutes. 
Stirring was continued for 30 minutes, after which 50 
ml of water was very carefully added dropwise. After 
addition of another 100 ml of water and 100 ml of 

15 diethyl ether the layers were separated. The water 
layer was extracted twice with CH 2 C1 2 . The combined 
organic layers were washed with 50 ml of water, dried 
(MgS0 4 ), filtered and evaporated. The yield was 12.2 g. 
(93%). 

20 

c. Preparation of f N-pvr r ol idinvlethvl ) tetramethvl- 
c vc 1 open t a d i ene 

A solution of the crude compound (10.3 g; 
43.5 mmol ) of b) in 40 ml of diethyl ether was added 

15 dropwise in 15 minutes to a solution of p-toluene 

sulphonic acid.H 2 0 (10.5 g; 0.055 mol) in diethyl ether 
(100 ml). After stirring for 3 hours at room 
temperature the reaction mixture was poured out in a 
solution of Na 2 CO 3 '10H 2 O (16.5 g) in 500 ml of water. 

10 After separation the water layer was extracted twice 
with diethyl ether. The combined ether layers were 
dried (MgS0 4 ), filtered and evaporated. The residue 
(10.1 g) was distilled at sub-atmospheric pressure. The 
yield was 6.0 g (50%). 



35 
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d. Preparation of f N-pyrrolidinvlethvl ) tetra- 
methvlcvclo-Dentadienvlt itaniumdichlor ide 
(C 5 Me , ( CH 7 ) 7 NC 1 H fl ^TiCl 7 

A solution of the C 5 Me 4 (CH 2 ) 2 NC 4 H e (2.3 g; 10.5 
5 nunol) of c) was dissolved in THF (50 ml). After cooling 
to -6 0°C 1.0 equivalent of n-BuI*i was added (6.6 ml, 
1.6 M), after which the cooling bath was removed. After 
warming to room temperature the solution was cooled to 
-80°C and then 10.3 mmol (3.8 g) of TiCl 3 .3THF was 
10 added in a single portion. After stirring for 2 hours 
at room temperature the THF was removed under vacuum. 
The purification was done as in example I. 

Polymerizations under solution conditions at 160°C 

15 Examples VII-XIV and comparative example A 

400 ml of pentamethyl heptane (abbreviation: 
PMH) and ethylene was supplied to a 1.3-litre reactor, 
with heating to polymerization temperature (160°C); the 
pressure was 2 MPa. Optionally a certain quantity of 

20 comonomer (1-octene) was added. Next, the required 
amount of a methyl aluminoxane (MAO) dissolved in 
toluene (Witco; 1.6 M) and the catalyst solution or 
slurry were premixed at room temperature for 1 minute 
and then supplied to the reactor. The catalyst supply 

25 vessel was rinsed out with 100 ml of PMH. The pressure 
in the reactor was kept constant by supplying ethylene. 
By cooling the reactor the temperature deviation from 
the setting (160°C) was limited to a maximum of 5°C. 
After 10 minutes the polymerization was stopped and the 

30 polymer was worked up by draining the solution and bthe 
solvent was evaporated under reduced pressure 50°C. The 
results are shown in table 1. 
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Table 1 Polymerization results at 160°C 



10 



15 



20 



25 



30 



35 



[Ti] = 
Al/Ti = 
ml C e = 

yield = 

MI = 

n.d. = 



concentration of Ti in the reactor (mmol/1) 
molar ratio Al/Ti 

number of ml of 1-octene supplied to the 
reactor 

number of grams of ethylene used to keep the 

pressure in the reactor constant 

melt index at the weight stated in brackets 

in the table 

not determined 



Example 


Transition mtttl complex 


(Ti] 


Al/Ti 


pnl C 8 


yield 


{MI 


VII 


<M« 4 C S (CH 2 ) 2 N**« 2 )TiCl 2 


0.02 


800 


0 


7.5 


9.0 (10 kg) 


VIII 


• 


0.02 


1600 


0 


7 


n.d. 


IX 


m 


0.02 


400 


0 


6 


n.d. 


X 




0.02 


BOO 


15 


7 


18 (1.2 kg) 


XI 


(M« 4 C S (CK 2 ) 2 NBU 2 )TiCl 2 


0.02 


BOO 


0 


10. 5 


10.3 (10 kg) 


XII 




0.02 


800 


15 


11.5 


11.9 (10 kg) 


XIII 


(H e -F1U(CK 2 ) 2 NMc 2 > TiC1 2 


0.02 


800 


0 


2 


n.d. 


XIV 


* 


0.04 


400 


0 


3 


n.d. 


K 


For comparison i 














TiCl 3 . 3THF 


0.04 


800 


0 


0 


n.d. 



Examples XV-XXXI and comparative examples B-F 
Polymerizations at lover temperatures 

700 ml of PMH and the required quantity of 
octene were supplied to a 1.5-litre reactor. The 
ethylene pressure was 0.8 MPa and the temperature was 
50, 80, 115 or 120°C. The catalyst slurry or solution 
were premixed in a catalyst vessel at room temperature 
for 1 minute with a solution of methyl aluminoxane 
(MAO) in toluene (Witco; 1.6 M) in such a way that 
Al/Ti = 2000 and then supplied to the reactor. The 
catalyst vessel was rinsed out with 50 ml of PMH. The 
pressure in the reactor was kept constant by supplying 
ethylene. 
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10 



15 



20 



25 



30 



After 5 to 10 minutes of polymerization the 
product was collected and dried under vacuum at 60°C. 
The results are given in table 2a and table 2b. In a 
few cases a GPC (a gel permeation chr omatogram) was 
made in order to determine the molecular weight Mw 
(weight average molecular weight). 

Table 2a Polymerization s at lower temperatures 



Example 


Transition m«til 


conctn- 


Tamp . 


C 8 


polymar 


Mw 




catalyst 


trat ion 


°C 


grams 


y 1 aid 


k a / 






•10- 5 M/l 






*9/9 Ti/ 


mol 












5 sin. 




XV 


(C 5 Ma 4 (CH 2 ) 2 NBu 2 )TiCl 2 


0.67 


115 


0 


23 




XVI 




0.67 


11s 


10.8 


23 


230 


XVII 




0.67 


80 


0 


23 




XVIII 




0.67 


80 


10 . 8 


44 


4S0 


XIX 


(C 5 Me 4 (CH 2 ) 2 HMe 2 )TiCl 2 


1.33 


115 


0 


12 




XX 




1.33 


115 


10.8 


15 




XXI 




1.33 


80 


0 


32 


66 


XXII 




0.67 


80 


10 .8 


32 


3S0 


XXIII 


<C S M« 4 <CK 2 ) 3 NMa 2 )TiCl 2 


1.33" 


80 


0 


5 




XXIV 


■ 


1.33 


so 


0 


8 




XXV 


(H B -Flu(CK 2 > 2 NMe 2 )TiCl 2 


1 .33 


115 


0 


6 




XXVI 


■ 


1.33 


80 


0 


14 




XXVII 




1.33 


60 


10. 8 


14 


28 


XXVIII 




1.33 


50 


10. 8 


5 




XXIX 


(C 5 M« 4 (CH 2 ) 2 NC 4 K 8 )TiCl 2 


1.33 


115 


0 


8 




XXX 


■ 


1.33 


80 


0 


3 




XXXI 




1 .33 


80 


10 . 8 


4 


265 
















B 


T1C1 3 . 3THF 


2.7 


80 


0 


2 




c 




2.7 


80 


10 . 6 


<0.1 




D 


(C S M« 5 )IiCl 2 .THF 


1.33 


80 


10 . 8 


<0.5 




E 


(C 5 Ma 5 )Ti(IV)Cl 3 


2.7 


80 


10 . 8 


1 




F 


(Cp)Ti( IV)C1 3 


2.7 1 " 


80 


10. 8 


1 





35 



Table 2b Polymerizations at l ower temperatures 
(continued) 



40 



Examples XXXII-XLVIII and comparative examples G-I 

The catalysts given in table 2b have been prepared in 
an analogous manner as decribed in the previous 
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examples out of the Li compounds of the ligands and 
TiCl 3 .3THF. 

The polymerizations were performed according to the 
procedure described in examples XV-XXXI. However, in 
the examples XXXII-VLIII gasoline was used in stead of 
PMH. 



10 



Examples 


Transition macal cacalyst 


concin- 


Tamp . 


<=8 


polymar 


HV 1 






txatlon 


•c 


9 rams 


yisld 








*10^ 5 






*g/g 


mol 






N/1 






Ti/ 














5 min. 




XXX z z 


(C s Ms 4 (CH 2 ) 2 N < C 10 H 21 >2 > Ticl 2 


0.67 


00 


16 


15 




XXXIII 




0.67 


50 


16 


2 




xxxzv 


(C 5 K 2 ^«* w Bu 2 (CH 2 ) 2 NMa 2 )TiCl 2 


0.67 


80 


18 


SO 




XXXV 


« 


1.33 


120 


18 


6 




XXXVI 


(C 5 H 2 (SiM« 3 ) 2 (CH 2 ) 2 NHa 2 )TiCl 2 


0.10 


60 


18 


589 




XXXVII 


• 


0 .10 


120 


18 


20 




XXXVZIZ 


(C 5 H 3 ( »-Bu) (CH 2 )2NMa 2 )TiCl 2 


0.67 


60 


IB 


178 




xxxzx 


• 


1.33 


120 


18 


10 






<C 5 H( X Pr ) 3 (CH 2 ) 2 MMa 2 >TiCl 2 


0.13 


eo 


18 


90 




XL I 


m 


0.13 


120 


18 


21 




XL 1 1 


(C 5 Ma 4 (CH 2 ) 2 P*Pr 2 )TiCl 2 


0.33 


120 


18 


130 


32 


XLIII 


(C 5 Ma 4 M« 2 SiP*Pr 2 )TiCl 2 


0.26 


80 


18 


395 




XI.IV 




0 .26 


120 


IB 


240 




XLV 


(C 5 Me 4 Ma2SiCK 2 PPh2)TiCl2 


0.13 


80 


18 


219 




XLVI 




0.13 


120 


18 


25 




XLVII 


(C 5 Me 4 (CH 2 ) 2 P^Bu 2 )TiCi 2 


0.3 3 


80 


18 


98 




XLVIII 




0.33 


120 


18 


112 


16 




For comparison: 












G 


( Ind)Ti < IV)C1 3 


2.67 


BO 


18 


0 




H 




1.33 


120 


16 


0 




Z 


(C 5 H 2 (SiMa3>2<CH 2 ) 2 HMa 2 )Tl(IV)Ci 3 


0.26 


BO 


18 


9 






N 


0.26 


120 


18 


2 





15 



20 



25 



30 



Example XLIX 

Ethylene/propene copolymer izat ions (method 1) 
35 The batch copolymer izat ion experiments were 

carried out in a stirred 1.5-litre glass reactor. 3.125 
mmol of Witco MAO (1.6 W in toluene) was supplied to 
the reactor as well as 500 ml of heptane which was 
saturated with ethylene and propene at a pressure of 
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0.8 MPa and a temperature of 70°C (the C2/C3 ratio in 
the gas phase was 2 ). 0.005 nunol of the 

(C s Me 4 (CH 2 ) 2 NBu 2 )TiCl 2 of example III was pre-mixed with 
3.125 mmol of Witco MAO for 1 minute, after which the 
5 mixture was injected into the reactor. The 

polymerization time was 20 minutes. 16 g of a clear 
polymer was obtained. The proportion of C3 incorporated 
was 60% (determined by means of IR measurement) and the 
Hoekstra value was 38. 

10 

Examples L- LIV 

Ethylene /prooene copolymer izat ions (method 2) 

The batch copolymer izat ion experiments were 
carried out in a stirred 1.5-litre glass reactor. 500 

15 ml of PMH which was saturated with ethylene and propene 
at a pressure of 1.0 MPa was supplied to the reactor at 
temperature of 80°C (the C2/C3 ratio in the gas phase 
was 0.5). 0.01 mmol of the Ti compound was pre-mixed 
with 10 mmol of Witco MAO (1.6 M in toluene) for 1 

20 minute, after which the mixture was injected into the 
reactor. The polymerization time was 10 minutes. 
The proportion of C3 incorporated was determined by 
means of IR measurement. 

25 Table 3 



Example 


transition matal conpXtx 




L 


(C 5 Ma 4 (CK 2 ) 2 H(C 10 H 21 ) 2 )T1C1 2 ^ 


7.7 grama claix rubbar 
with 63% C 3 ' 


LI 


<C 5 M« 4 <CH 2 ) 2 N i Bu 2 )T1C1 2 


3.1 grama claar rubbar 


1*11 


<C 5 H< i Pr ) 3 (CH 2 ) 2 NMa 2 )TiCl 2 


10.0 grama rubbar 


LXXI 


(C 5 Ma 4 Ma 2 SiCH 2 PPh 2 )TiCl 2 


20.4 grama rubbar with 
14 % C 3 


LIV 


<C 5 H 3 ( t<rt Bu)(CH 2 ) 2 NM» 2 )TiCl 2 


9.0 grama rubbar with 
15 % C 3 
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Examples LV and LVI 

Continuous polymerizations at 160°C 

5 Continuous ethylene/oct ene copolymer izat ions were 

performed using the methylated catalyst of example I 
with [PhMe 2 NH] [B(C 6 F 5 ) 4 ] as activator and TEA as 
scavenger. The autoclave (2L, 9.0 MPa ) was completely 
filled with gasoline. In. example LV the H 2 feed was 0.4 
10 nL/hr and in example LVI no H 2 was used. 

The catalyst given in example I was methylated with 
MeLi in diethylether using standard procedures. 
The results are presented in table 4. 

15 

Table 4 



Example 


activity 
Kq/mol Ti 


D23 

density 


MX 


Hw/Hn 


KfR 

121/12 


C8/C2 
(m/B) 


LV 


6672 


912 


O.S 


2.3 


46.5 


0.2 


LVI 


6960 


887 


17 


2.5 


26.5 


0.59 
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CLAIMS 

Catalyst composition which is suitable for the 
polymerization of an olefin and comprises a 
reduced transition metal complex and a co- 
catalyst, characterized in that the transition 
metal complex has the following structure: 



X 

10 | 



15 



M - L 2 
I 



where X is (Ar-R-).y (-R-DR ' n ) q 

and the symbols have the following meanings: 

M a reduced transition metal from group 4 , 5 or 

6 of the Periodic Table of the Elements, 
20 X a multidentate monoanionic ligand, 

Y a cyclopentadienyl group, an amidino or 

phosphidino group, bonded to M, 
R an optional connecting group between the Y 

group and the DR' n or Ar group, 
25 D an electron-donating hetero atom chosen from 

group 15 or 16 of the Periodic Table of the 

Elements , 
R' a substituent, 

Ar an electron-donating aryl group, 
30 L monoanionic ligand bonded to M, to the 

exclusion of a cyclopentadienyl group, an 
amidino or phosphidino group, 
K a neutral or anionic ligand bonded to M, 
m the number of K groups, 
35 n the number of R' groups bonded to D, 

q and s 

q + s a 1. 

2. Catalyst composition according to claim 1, 



WO 96/13529 



- 34 - 



PCT/NL95/00372 



characterized in that the transition metal complex 
has the following structure: 

X - R - DR' B 
5 I 

M - L 2 , 
I 

K » 
where : 

M is a transition metal from group 4 of the 
Periodic Table of the Elements in oxidation state 
3+. 

15 3. Catalyst composition according to any one of 

claims 1-2, characterized in that the transition 
metal is titanium (Ti). 

4. Catalyst composition according to any one of 
claims 1-3, characterized in that the electron- 

20 donating hetero atom D is nitrogen (N) or 

phosphorus (P). 

5. Catalyst composition according to any one of 
claims 1-4, characterized in that the R ' group in 
the DR' n group is an n-alkyl group. 

25 6. Catalyst composition according to any one of 

claims 1-5, characterized in that the R group has 

the following structure: 

(~CR 2 '-) p , (-SiR' 2 ) p or (-SiR' 2 -CR' 2 -) p 

where p = 1-4 . 

30 7. Catalyst composition according to any one of 
claims 1-6, characterized in that L is a 
halogenide, an alkyl group or a benzyl group. 

8. Catalyst composition according to any one of 
claims 1-7, characterized in that the Y group is a 

35 substituted cyclopentadienyl group. 

9. Catalyst composition according to any one of 
claims 1-8, characterized in that the co-catalyst 
contains a linear or cyclic aluminoxane or a 
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triaryl borane or triaryl borate. 

10. Process for the polymerization of an olefin under 
the influence of a catalyst system, characterized 
in that the olefin is polymerized under the 

5 influence of a catalyst composition according to 

any one of claims 1-9. 

11. Process according to claim 10, characterized in 
that the olefin has been chosen from the group 
comprising a-olef in, internal olefin, cyclic 

10 olefin and di-olefin or mixtures of these. 

12. Process according to claim 11, characterized in 
that the a-olef in has been chosen from the group 
comprising ethene, propene, butene, pentene, 
heptene, octene, styrene or mixtures of these. 

15 13. Process according to any one of claims 10-12, 

characterized in that a polymer is prepared on the 
basis of ethene and/or propene. 

14. Process according to any one of claims 10-12, 
characterized in that a rubber-like polymer is 

20 prepared on the basis of ethene, d-olefin and 

optionally a diene. 

15. Polyolefin to be obtained by a process according 
to any one of claims 10-14 or by polymerization of 
an olefin under the influence of a catalyst 

£f|§ 25 composition according to any one of claims 1-9. 

16. Catalyst composition, process and polyolefin as 
described substantially and by means of the 
examples. 



INTERNATIONAL SEARCH REPORT 



Inten uU Application No 

PCT/NL 95/00372 



A. CLASSIFICATION OF SUBJECT MATTER 

IPC 6 C08F10/00 C08F4/64 



According to International Patent Classification (IPC) or to both national classification and IPC 



B. FIELDS SEARCHED 



Minimum documentation searched (classification system followed by classification symbol i) 

IPC 6 C08F 

Documentation searched other than minimum documentation to the extent that such documents arc included in the fields searched 



Electronic data base consulted during the international search (name of data base and, where practical, search terms used) 



C. DOCUMENTS CONSIDERED TO BE RELEVANT 



Category * 


Out on of document, with indication, where appropriate, of the relevant passages 


Relevant to claim No. 


X 


WO, A, 92 12112 (EXXON CHEMICALS PATENTS 

INC.) 23 July 1992 

see claims 20,30-32 

see examples 11,12 

see page 16, line 4 - line 31 


I, 3,6,7, 

II, 12 


X 


WO, A, 92 12117 (EXXON CHEMICALS PATENTS 
INC.) 23 July 1992 
see claims 4-8,17 

see page 10, line 20 - page 11, line 36 
see page 14, line 8 - line 33 


1,2,4 


A 


EP,A,0 608 054 (BP CHEMICALS) 27 July 1994 
see claims 1,3 
see figure 1 

-/-- 


1 



m 



Further documents are listed in the continuation of box C. 



HI 



Patent family members are listed in annex. 



* Special categories of cited documents : 

"A" document defining the general state of the art which is not 

considered to be of particular relevance 
"E" earlier document but published on or after the international 

filing date 

"L" document which may throw doubts on priority daim(s) or 
which is cited to establish the publication dale of another 
citation or other special reason (as specified) 

"O" document referring to an oral disclosure, use, exhibition or 
other means 

"P* document published prior to the international filing date but 
later than the priority date claimed 



T* later document published after the international filing date 
or priority date and not in conflict with the application but 
cited to understand the principle or theory underlying the 
invention 

'X* document of particular relevance; the claimed invention 
cannot be considered novel or cannot be considered to 
involve an inventive step when the document is taken alone 

*Y* document of particular relevance; the claimed invention 
cannot be considered to involve an inventive step when the 
document is combined with one or more other such docu- 
ments, such combination being obvioui to a person skilled 
in the art. 

"A* document member of the same patent family 



Date of the actual completion of the international search 

31 January 1996 


Data of mailing of the international search report 

12 FEBRUARY 1996 


Name and mailing address of the ISA 

European Patent Office, P.B. SSI 8 Patentlaan 2 
NL • 2280 HV Rijswijk 
Td.(* 31-70) 340-2040, Tx. 31 651 epo nl, 
Fax: <-r 31-70) 340-3016 


Authorized officer 

Fischer, B 



Form PCT/1SA/210 <wcxmd shaat) (July 1992) 



page 1 of 2 



INTERNATIONAL SEARCH REPORT 



Inter. .oaJ Application No 

PCT/NL 95/00372 



^Continuation) DOCUMENTS CONSIDERED TO BE RELEVANT 



Category * 



Citation of document, with indication, where appropriate, of the relevant panages 



Relevant to claim No. 



EP,A,0 365 974 (HOECHST 
AKTIENGESELLSCHAFT) 2 May 1990 
see claim 1 

see page 4, line 15 - line 20 
see page 5, line 28 - line 32 

W0.A.93 19104 (THE DOW CHEMICAL COMPANY) 

30 September 1993 

cited in the application 

see claims 1-4,6 

see page 3, line 25 - page 4, line 3 



Form PCT/lSA/ai Q (continuation of 



id ih««t) (July 1993} 



page 2 of 2 



INTERNATIONAL SEARCH REPORT 

information on patent family membei 



lai Application No 

PCT/NL 95/00372 



Paieni document 
cited in search report 



Publication 
date 



Patent family 
member(s) 



Publication 
date 



WO-A-9212112 


23-07-92 


US-A- 


5208357 


04-05-93 


WO-A-9212117 


23-07-92 


US-A- 


5349100 


20-09-94 


EP-A-0608054 


27-07-94 


CA-A- 


2113601 


20-07-94 






CN-A- 


1092081 


14-09-94 






FI-A- 


940266 


20-07-94 






JP-A- 


6239916 


30-08-94 






N0-A- 


940172 


20-07-94 


EP-A-0365974 


02-05-90 


DE-A- 


3836059 


03-05-90 






AU-B- 


615113 


19-09-91 






AU-B- 


4356389 


26-04-90 






DE-D- 


58906565 


10-02-94 






ES-T- 


2061877 


16-12-94 






JP-A- 


2158611 


19-06-90 






US-A- 


5086134 


04-02-92 


WO-A-9319104 


30-09-93 


US-A- 


5374696 


20-12-94 




CA-A- 


2117689 


30-09-93 






EP-A- 


0632819 


11-01-95 






FI-A- 


944423 


23-09-94 



Fonn PCT.15 A/210 (patml family ann«x) (July 1W2) 



